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JEWELRY & ENAMELING

PROCESSES

Annealing
pp. 18, 20

Pickling
p." 22

Determining
the

Number
of Units

Cutting

Coiling
p. 114

Truing

and

Hardening

Looping
Measuring

Anneal the wire between iron sheets.
Clean in pickle.

Determine the number of units required to
make the chain.

Cut a 7-inch length of wire to be used as a

pattern.

Cut the desired number of lengths required for

the bracelet.

Make a flat coil on each end of the wjre as

shown 'in Fig. 42 or 43.

About five rows of wire are required to make

each coil.

When these two coils are finished the length

should measure 1% inches.

Repeat the above with the other lengths of wire.

Keep the coils uniform.

Place the coils on a flat steel surface.
Hammer lightly with a steel hammer to flatten
the coil; this process hardens the wire and helps
to keep the coil firm.

Loop the coiled unit in the center with the

round nose pliers.

Let the coils lie on the outside of the loop.

Measure the unit which should be % inch from
the base of the coil to the tip of the loop and
% inch across the coils, as shown in Fig. 96.